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PROCESSES

Firing                   Fire the enamel until it fuses.

p. 132

Removing              Remove any flaws on the enameled surface.

Flaws

p. 134

Recharging            Recharge and refire the enamel until it is even

and                       with the outside rim.

Re firing                 The last layer of enamel should be crystal clear,
p. 132

Finishing               Finish the surface.
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LIMOGES OR PAINTED ENAMEL

Limoges or painted enamel is used mainly for pictorial work.
The enamel, ground very fine, is painted and fused on the metal
without a retaining wall to separate colors or parts of the design.
The following metal sheet and enamel are required:
Silver and gold sheet, 26-, 27-, or 28-gauge
Copper sheet, 24-, 25-, or 26-gauge
Transparent, translucent, or opaque enamel

PROCESSES

Preparing              Prepare the metal for enameling.

the

Metal
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Preparing              Raise slightly toward the center using a curved

the                        burnisher, or place it on a stake, and planish

Surface                  the surface.

Turn the edge down at an angle.

Key the under side of the dome with a graver.